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Description 

[0001 ] Hot melt adhesives, 1 00% solids materials, which are applied to a substrate when molten and cooled to harden 
the adhesive layer, are widely used for Industrial applications. 

[00021 Most commercially available hot melt adheslves require temperatures of 350'F or greater to ensure complete 
melting of all the components and also to achieve a satisfactory application viscosity. The need for such elevated tem- 
peratures is not without problems. The high temperatures Increase the operators risks with respect both to burns and 
to inhalation of residual volatiles. In addition, the high temperatures require more energy, placing greater demands on 
the manufacturing facility. 

[0003] Adhesive formulations, which can be applied at temperatures below 300*^F, can be prepared using low molec- 
ular weight components or a high wax content. Although these formulations achieve a low application viscosity, there Is 
a resulting loss of adhesive properties. Therefore to improve adhesion, softer or more amorphous components are 
added. However, these amorphous components reduce the effective heat resistance, particularly under cantilever 
stressed bonds subjected to high temperatures for an extended duration. 

[0004] Accordingly it would be desirable to have an adhesive which has good bond strength with exceptional heat 
resistance and application viscosity, even if prepared with low molecular weight components for application at low tem- 
peratures. 

[0005] The adhesive compositions of the present Invention can be applied at lower temperatures of 200 to 300*F yet 
still provide exceptional heat resistance despite using low molecular weight components which would conventionally be 
thought to produce poor heat and cold resistance. 

[0006J Accordingly, the adhesives of the present invention find use in case sealing operations. Corrugated cases are 
^ften subjected to high stresses and adverse environmental conditions during shipping. The adheslves of the present 
invention meet the rigorous requirements for this and other applications. 
[0007] We have now found hot melt adheslves prepared from 

a) 5 to 45 weight percent ethylene vinyl acetate with greater than 30 weight percent vinyl acetate and having a melt 
Index of at least 700 dg/min; 

b) 10 to 60 weight percent of a thermoplastic hydrocarbon resin derived from styrene, alpha-methylstyrene, and/or 
vinyltoluene, and polymers, copolymers and terpolymers thereof; 

c) 5 to 25 weight percent of a compatible adhesive promoting tackif ier; 

d) 10 to 40 weight percent wax with a melting point of about 130 to 180**F; and optionally 

e) 5 to 25 weight percent ethylene vinyl acetate comprising less than 30 weight percent vinyl acetate with a melt 
Index of at least 400 dg/min. can be applied at lower temperatures of 200 to 300^F yet still provide exceptional heat 
resistance. Weight percents are based upon the total weight of the adhesive composition. 

[0008] The present Invention Is directed to hot melt adhesive compositions which can be applied at temperatures 
between 200 to 300°F yet still provide exceptional heat resistance despite using low molecular weight components. 
[0009] The ethylene vinyl acetate copolymers (EVA) useful herein are those containing at least about 30 weight per- 
cent by weight vinyl acetate and having a melt index of at least about 700 dg/min, preferably at least about 1000 dg/min. 
The preferred copolymers are available from duPont under the designation Elvax EP4150 and comprise approximately 
40 weight percent vinyl acetate by weight and have a melt index of about 1000 dg/min. The amount of the copolymer 
present in the adhesive varies from about 5 to 45 weight percent by weight, preferably about 20 to 40 weight percent by 
weight, 

[0010] In addition to the components described above, the adhesive compositions of the present Invention may 
optionally comprise a second EVA copolymer, specifically one containing less than about 30 weight percent by weight 
of vinyl acetate and having a melt index of about 400 to 2500 dg/min. The preferred copolymers are available from 
Exxon under the designation ESCORENE and contain approximately 28 weight percent vinyl acetate by weight and 
have a melt index of about 800 dg/min. The amount of this copolymer present In the adhesive varies from about 5 to 25 
weight percent by weight, preferably 10 to 20% by weight. 

[001 1 ] The hot melt adhesive compositions of the present Invention also comprise a thermoplastic hydrocarbon resin 
having a Ring and Ball softening point below 130*'C. preferably below 120°C. Representative resins include those 
derived from styrene, alpha-methylstyrene. and/or vinyltoluene, and polymers, copolymers and terpolymers of styrene, 
alpha-methylstyrene and/or vinyltoluene. Preferred is KRYSTALEX® 3100, a low molecular weight thermoplastic hydro- 
cartx)n polymer derived largely from alpha-methylstyrene which has a Ring and Ball softening point of 97 to 1 03''C and 
Is available from Hercules Inc. The thermoplastic hydrocarbon resins are present in the adhesive compositions of the 
present invention in an amount of 10 to 60 weight percent by weight of the composition, preferably 15 to 35 weight per- 
cent. 

[0012] Compatible adhesive promoting tackif iers useful in the present Invention Include terpene. terpene phenolic, 
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modHied terpene. and combinations thereof. Also included are the hydrogenated derivatives of phenolic modified ter- 
pene resins, for exanple, as the resin product resulting from the condensation, in an acidic medium, of a bicyclic ter- 
pene and a phenol. NIRE2 300, a phenolic modified terpene having a Ring and Ball softening point about 1 12'»C and 
available from Arizona Chemical Company, is the most preferred modified terpene. 

5 [001 3] Other compatible adhesive promoting tackif iers useful in the present invention include rosin, rosin derivatives, 
rosin ester, aliphatic hydrocarbons, aromatic hydrocarbons, aromatically modified aliphatic hydrocarbons and mixtures 
thereof. Examples of rosin ester tackifiers include both natural and modified rosins such as gum rosin, wood rosin, tall- 
oil rosin, distilled rosin, hydrogenated rosin, dimerized rosin, polymerized rosin, as well as the glycerol and pentaeryth- 
ritol esters of natural and modified rosins, such as, for example, the glycerol ester of pale wood rosin, the glycerol ester 

10 of hydrogenated rosin, the glycerol ester of polymerized rosin, the pentaerythritol ester of hydrogenated rosin, the phe- 
nolic-modified pentaerythrltol ester of rosin, and combinations thereof. Rosin ester. lOO^C. with a 1 10* aliphatic hydro- 
carbon is the most preferred rosin ester 

[001 4] Representative commercial tackifiers include NIREZ V-2040 and NIREZ 300 from Arizona Chemical Company, 
and DERTOPHENE T 105 from DRT. Other commercially available tackifiers include SYLVATAC 100, ZONATAC and 
IS ZONESTER from Arizona Chemical Company, PERMALYN from Hercules. UNITAC Union Camp and NOVARES from 
Georgia Pacific. 

[001 5] A compatible adhesive tackif ier system for use in the present invention is chosen based on a number of factors 
including the solubility parameter, molecular weight distribution, and basic chemical structure of the tackifier system. 
These factors, along with others, impact tiie chemical and physical interaction between the wax. polymer and tackifier 
20 blend. The proper selection of components results in a compatible, low application temperature hot melt adhesive pre- 
pared using predominately low molecular weight components. 

[001 6] For use herein, it is also important that the tackrfying resin have a Ring and Ball softening point less than about 
130*C. preferably less than 120°C. 

[00171 The compatiblizing tackifying resins are utilized in amounts of up to about 25 weight percent, preferably 10 
25 vveight percent, by weight of the adhesive composition. The present invention contemplates that the adhesive compo- 
sition of the present invention comprise one or more of the above adhesive promoting tackifying resins. 
[0018] Waxes suitable for use in the present invention are paraffin waxes having melting points in the range of about 
130 to leo^'F, such as, for example, PACEMAKER from Citgo, and R-2540 from Moore and Munger; and low melting 
point synthetic Fischer-Tropsch waxes having a melting point of less than about 180*C. The most preferred wax is par- 
30 aff in wax with a melting point of 1 50°C. The wax component is utilized at levels of greater tiian about 1 0 weight percent, 
preferably about 20 to 40 weight percent, by weight of the adhesive. 

[001 9] The adhesives of the present invention preferably also contain a stabilizer or antioxidant. Among the applicable 
stabilizers or antioxidants included herein are high molecular weight hindered phenols and multifunctional phenols such 
as sulfur and phosphorous-containing phenol. Hindered phenols are well known to those skilled in the art and may be 

35 characterized as phenolic compounds which also contain sterically bulky radicals in close proximity to the phenolic 
hydroxyl group thereof. In particular, tertiary butyl groups generally are substituted onto the benzene ring in at least one 
of the ortho positions relative to the phenolic hydroxyl group. The presence of these sterically bulky substituted radicals 
in the vicinity of the hydroxyl group senses to retard its stretching frequency, and correspondingly, its reactivity; this hin- 
drance thus providing the phenolic compound with its stabilizing properties. Representative hindered phenols include; 

40 1,3.5-trlmettiyl-2,4,6-tris-(3.5-di-tert-butyl-4-hydroxybenzyl)-benzene; pentaerythrityl tetrakis-3(3,5-di-tert-butyl-4- 
hydroxyphenyO-propionate; n-octadecyl-3(3,5<li-tert-butyl-4-hydroxyphenyl)-propionate; 4,4'-methylenebis (2.6-tert- 
butyl-phenol); 4,4'-tiiiobis (6-tert-butyl-o-cresol); 2.6-di-tertbutylphenol; 6-(4-hydroxyphenoxy)-2,4-bis(n-octyl-thio)- 
1,3,5 triazine; di-n-octylthio)ehtyl 3.5-di-tert-butyl-4-hydroxy-benzoate; and sorbitol hexa[3-(3.5-di-tert-butyl-4-hydroxy- 
phenyl)-propionate]. 

45 [0020] The performance of these antioxidants may be further enhanced by utilizing, in conjunction therewith, known 
synergists such as, for example, tiiiodipropionate esters and phosphites. Distearylthiodipropionate is particularly useful. 
These stabilizers, if used, are generally present in amounts of about 0.1 to 1.5 weight percent, preferably 0.25 to 1.0 
weight percent. 

[0021] The present invention also contemplates the addition to the adhesive of a polymeric additive selected from tiie 
50 group consisting of ethylene methyl acrylate polymers containing 10 to 28 weight percent by weight methyl acrylate, 
ethylene acrylic acid copolymers having an acid number of 25 to 150. polyethylene, polypropylene. poly(butene-1-co- 
ethylene) polymers and low molecular weight and/or low melt index ethylene n-butyl acrylate copolymers. When such 
additive is present, it is present in amounts up to about 15 weight percent by weight of composition. 
[0022] Depending on the contemplated end uses of the adhesives, other additives such as plastidzers. pigments and 
55 dyestuffs conventionally added to hot melt adhesives may be included. In addition, small amounts of additional tackifi- 
ers and/or waxes such as miaoaystalline waxes, hydrogenated castor oil and vinyl acetate modified synthetic waxes 
may also be incorporated in minor amounts, i.e., up to about 10 weight percent by weight, into the formulations of the 
present invention. 
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A pr«e„ed ert««m« the presem hventon is dirMM to an ^hesi™ co.,p«l«», a^i*,: 

d) 10 to 40 weight percent wax with a melting point of about 130 to 180»F. 

[0025] In a second preferred emiMdiment, the adhesive comprises: 
Tn^de^'ofat^ST^^^^^^^^^ 

2^n7.l:Si'':relrs^^^^ Ctrs"^'"' tacK^ier select^f from the group consis.ng of ros.n. 

hydrocarbons, gum rosin wSro KSo' S^^^^^^ ammatically modWed aliphatic 

rosin, the glycerol ester ofS3Vol t ?L^ 2,rS;'^^^^ "''"^'^^ 

i.ed rosin, the pentaerythrhol este^S Sen£ rSif S'^''""" °^ P^'^-^^'' 

combinations thereof; and " pentaerythritol ester of rosin, and 

e) 10 to 40 weight percent wax with a melting point of about 130 to 180»F. 

tate copolymer of (b) comSes aS 29 wltfn J^o^ compositions of this embodiment, the ethylene vinyl ace- 
KRYSTALEX® 3100 and Twax S le^Tn ^^T^^' thermoplastic hydrocarbon resin 4y be 

tion may additionally corCsinTirisSZ^^^^^ m «^ 
sisting of ethylene Lhyl^c^ ^S^^^^^ 

acrylic acid copolymers Lng'^n a?S,er of 25 to 1^ o^LSn ^"T r'^"* '"^'"^ ^'^^'^"^ 
polymers and low me« index ^Kl/or k^^ rSrr Sil^ 

10027, ^^'"^erpreferredembodimemofthepresentinventionisdirec.edtoanSsX^com^^^^ 

SdLrftStlS 7^ ^^^^^^ "^'^•^ ^'"^ ''^^ Pe-nt VA and having a melt 

d) 10 to 40 weight percent wax with a melting point of about 130 to 180'F. 
1 5 weigm percent by weight Of a poWeradS^^I^^Ll^l^^^^^^ 

ymers containing 1 0 to 28 weight percembv werht^SJi^^^ T "'"'"""^ °* ^^^"^ «^^y'a*e pol- 
number of 25 t? 150. polyetXe potoLTe^^ T^T '"I'T' ^'Po'vmers having an acid 

and/or low me« index et^rneTt^SSS^^^ ^"^ "^^^^^ 

prepared with the adhesL dicVtoed a3i? P'"'""* and cartels 

[0029] The present invention is also directed to a carton, case or tray utilizing a hot me« adhesive comprising: 
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a) 20 to 25 weight percent ethylene vinyl acetate comprising 40 weight percent Vinyl acetate. Melt index 1000 
dg/min; 

b) 10 to 15 weight percent ethylene vinyl acetate comprising 28 weight percent Vinyl acetate. Melt index 800 
dg/min; 

5 c) 20 to 30 weight percent KRYSTALEX® 3100. 100'C Ball and Ring softening point; 
cQ 1 to 10 weight percent rosin ester tackifier. softening point of lOO^'F; and 

e) 20 to 35 weight percent paraffin wax with melting point ISO'^F. 

[0030] The present invention is also directed to a carton, case or tray utilizing a hot melt adhesive comprising: 

TO 

a) 30 to 40 weight percent ethylene vinyl acetate comprising 40 weight percent Vinyl acetate, Melt index 1000 
dg/min; 

b) 20 to 30 weight percent KRYSTALEX® 3100. lOO^C Ball and Ring softening point; 

c) 1 to 15 weight percent terpene phenolic; and 

IS (d) 20 to 35 weight percent paraffin wax with melting point 1 50"F. 

[0031] The present invention is further directed to a carton, case or tray utilizing a hot melt adhesive comprising: 

a) 20 to 25 weight percent ethylene vinyl acetate comprising 40 weight percent Vinyl acetate. Melt index 1000 
20 dg/min; 

b) 10 to 15 weight percent ethylene vinyl acetate comprising 28 weight percent Vinyl acetate. Melt index 800 
dg/min; 

c) 20 to 30 weight percent KRYSTALEX® 3100, 100*C Ball and Ring softening point; 

d) 1 to 10 weight percent rosin ester tackifier, softening point lOO^F; 

25 e) 1 to 1 0 weight percent hydrocarbonTackif ier, softening point of 1 lO'F; and 

f) 20 to 35 weight percent paraffin wax with melting point 150**R 

[0032] The adhesive compositions of the present invention are prepared by blending the components in the melt at a 
temperature of about 121*0 until a homogeneous blend is obtained, approximately two hours. Various methods of 

30 blending are known in the art and any method that produces a homogeneous blend is satisfactory. 

[0033] The resulting adhesives are characterized by a viscosity less than about 3000 cps at 135°C. They may be 
applied at temperatures of 200 to 300°F to provide superior adhesive bonds even when exposed to a wide variety of 
temperature conditions. The adhesives possess excellent heat stability as characterized by the 200 hour asO'^F thermal 
stability test, which shows no signs of char, skinning or gel formation. In fact some formulations show thermal stability 

35 up to 400 hours at 250^R In addition, a bond formed by two pieces of corrugated case substrate held together by a V4" 
by 2" compressed bead can maintain a cantilever stress load of 2 to 2.5 psi for 24 hours at temperatures at or above 
115*R 

[0034] As such the adhesives find particular use as case, carton and tray forming and as sealing adhesives, for exam- 
ple, in the packaging of cereal, cracker and beer products. The hot melt adhesives of the present invention are particu- 
40 larly useful for use in the packaging, converting, bookbinding and nonwoven markets, especially for primary case and 
carton sealing and for use in the cigarette industry. 

EXAMPLES 

45 [0035] In the following examples, which are provided for illustrative purposes only, all parts are by weight and all tem- 
peratures in degrees Celsius unless othenvise noted. 

[0036] In the examples, all adhesive formulations were prepared in single blade mixer heated to 135''C by blending 
the components until homogeneous. 

[0037] The adhesives were then subjected to various tests simulating the properties needed for successful commer- 
50 cial applications. 

[0038] Mett viscosities of the hot melt adhesives were determined on a Brookf ield Model RVT Thermosel viscometer 
using a number 27 spindle. 

[0039] Test specimens for determining elevated temperature peel and shear strengths were prepared as follows: an 
adhesive bead 1/2 inch wide was applied at 1 21 ^'C to a strip of 50 pound Kraft paper 1 inch wide by 3 inches long aaoss 
55 the width of the paper. A second piece of Kraft paper of the same dimensions was immediately placed over the first 
piece and 200 gram weight placed on top of the composite construction. The compressed adhesive bead width was V& 
inch. 

[0040] Elevated temperature peel and elevate d temperature shear were determined by attaching a 100 gram 
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increments from 38 C the specimens remained at a given temperature for 15 minutes lor conditionina The heatinn 

S ^e. aH rr'l^^ ^"t '^'^^ '^"'^ prepared^nd^LsT^rXte^^^^^^ 
^ ted peel and shear value shown is the average temperature of failure for the tvro bonds In some cases the samniP 
failed as the temperature was being adjusted within the 10° increments and is noted as such ^ 
[0041] Adhesion at various temperatures, as noted, was determined by applying a 1/2 inch wide bead of adhP^ivP 

^^1."^° V h"'' ' '""^ '''''' °* '""'''''^ ''"^^ immeJiatTfy'brSi^inf aSio^^^^^^^^^^ 

contact The bond is aged at each tempemture for 24 hours. The bonds were separated by h^Jd an^a dlmiinaSn 

madeastothetype Of failure and the presence or absence of ftoer tear (FT) wasrotSr^^^^^ 

r^L^irjrssj^Ss^^^^^^^ 

approx^teJr2poundsofcartileverstressfor24hoursatel^^^^ 

this construction remains in tact for at least 24 hours is then noted. remperaiure at wnich 

10043] OfiydfiQim is determined by heating the adhesive blends to 12rc and applyina a small bead fannroyimateiv 
1 gram) of the molten adhesive to the bub of an ASTM thermometer. TTie temperirat whTch the a^^^^^^^^ 

tf^ compatbifrty of the indmdual ingrediente with each other. Products that show cloud points near or at L 2r^ina 

pontofthewaxused.ntheformulationreflectanoverallcompatibleproduct.ThecloudinLth« 

r|al cools IS the result of the developing crystallinrty of the waxy component (causing refrSon St S 

the sample). Systems which possess doud points much greater than the soiening point of the waxt hSt a mi^^^^^^ 

T^^^^^l ZTTl'^V' T'" •"'^^-P-tibility is ddined as a cloud p^rt d grSS 

or equal to 250»F. The practical significance of products wHh high cloud points are as follows: -lerman 

(1) Poor inherent compatibility with a tendency to phase separation upon prolonged heating and heatina and cool- 
ing cycling such as is experienced in commercial operations. w«« neming ana neaiing and cool- 

(2) Poor flow properties resulting in "stringing" from rapid fire, air or electric actuated nozzle equipment. 
EXAJVIPLEI 

K 41^0 felTi!^ r*'"^" ^ '^^^^^ « ^^^'^ °' ^^^^^ accordance with the present invention- 

fv^^l^frfm P I duS Td^^ acetate polymer comprising 40% vinyl acetate, and having a meft'index 1000 S 
^^ ^h H V- f it ^"^ ^" ^'"y acetate polymer comprising 28% viny ace 

tate. with a melt index 800, and available from Exxon. KRYSTALEX® 3100 is a nwleculaTwe^Ker^^^^^^^^ 

and^lSSr'^^^^^^^ 

and IS avaHab e from Hercules Inc. The rosin ester is SYLVATAC 4216 which is a pentarerythritol rosin ester with L 
tening point of 100»C and available from Arizona Chemical Company. WINGTAC EXTRrifa TS^^^^^^ 
hydro«rbon«mh softening point of100»C and availablefrom Goodyear. NIREZ 300 isaphen^^^^ 

riR««^^ 

E in TaLe^b'SlvT""'^'' '^"^ ^ ^"""'^^on. 
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TABLE I 
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30 



35 
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II 
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Anti -oxidant 


0.5 


0.5 


0.5 


0.5 


0.5 


Paraffin 


30 


30 


30 


30 


30 




22 


20 


35 


35 


35 


do / oUU bVA 


13 


15 








tSnYoTALcA*"' 3i00 


25 


25 


25 


35 


25 


lOO'u nosin cster 


5 


10 






10 


1 lO C Ca/C9 
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iZo^O Terpene Phenolic 






10 


















Vise aSO'^F 


1205 


1245 


1435 


1155 


1180 


Cloud R 


220 


215 


190 


170 


155 


Clarity 


Clear 


Clear 


Clear 


Clear 


Clear 


Peel 


120 


125 


130 


135 


135 


Shear 


145 


145 


140 


140 


140 


Adhesion to Kraft Corru- 

Qated 












22 20C 


Full 


Full 


Mod 


Slight 


No 


4.5*»C 


Full 


Full 


Mod 


No 


No 


-e.y'^c 


Mod 


Full 


Slight 


No 


No 


-17.8»C 


Slight 


Mod 


Slight 


No 


No 














Heat Stress 


125^F 


120°F 


115°F 


125°F 


120^'F 



I0D46] Samples I. II and III are adhesives in accordance with the present invention. Each of Samples I, II and III shows 
good doud point values, good clarity, desirable heat stress values and good adhesion. Samples A and B are for com- 
40 parative purposes. 

[0047] Comparative Sample A was prepared according to Douglas et al., U.S. Patent No. 3.932,332 which teaches 
the general use of paraffin or microcrystalline wax in combination with EVA and a copolymer of styrene and a-methyl 
styrene. Although Sample A has good clarity and low cloud point, this blend shows extremely poor adhesive properties. 
Rosin ester can often be used to improve adhesive properties, however, as seen in Sample B, the addition of rosin ester 
45 to Sample A, does not result in improved adhesive performance, but rather reduces not only adhesive strength but heat 
resistance. 

[0048] By contrast it has been found in accordance with the present invention, that all of the conponents claimed in 
the amounts recited are critical to obtaining desirable properties. For example, a sample prepared according to Sample 
II, however not comprising rosin ester is found to be incompatible and to have poor clarity, indicating that the unique 

so combination of the components of the adhesives of the present invention provides unexpected and superior results. 
[0049] Sample II. which includes a partial substitution of a more crystalline, less flexible EVA in an adhesive prepared 
according to Sample III, might be expected to have reduced adhesion, however as Is shown In Table I, this adjustment 
significantly improves adhesion, while maintaining the desired clarity at application temperature. When this polymer 
substitution is made without the presence of a compatibilizing tackifier in accordance with Douglas et al.. the doud point 

55 significantly increases to an unacceptable temperature. 

[0050] Sample I comprising a hydrocaitx)n tackifier shows results similar to that seen In Sample 111. 
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Claims 



2. 



An adhesive composition comprising: 
inaex or at least 700; 

b) 10 to 60 weight percent of a thermoplastic hydrocarbon resin derived from styrene. alpha-methylstyrene 
and/or vinyltoluene. and polymers, copolymers and terpolymers thereof; ' y . 

c) 5 to 25 weight percent of a compatible adhesive promoting taddf ier; and 

d) 10 to 40 weight percent wax with a melting point of about 130 to 180'F. 

An adhesive according to Claim 1 additionally comprising 5 to 25 weight percent ethylene vinyl acetate comprising 
less than about 30 weight percent VA with a melt index of at least about 400. «ie comprising 

3. A carton, case or tray formed utilizing a hot melt adhesive composition said adhesive comprising: 

rnd«°ofat'l2sT7oT'^ ^^^^^ 

b) 10 to 60 weight percent of a thermoplastic hydrocarbon resin derived from styrene. alpha-methylstyrene 
and/or vinyltoluene. and polymers, copolymers and terpolymers thereof; P a meinyisiyrene. 

c) 5 to 25 weight percent of a compatible adhesive promoting tackifier; and 

d) 10 to 40 weight percent wax with a melting point of about 130 to 170«F. 

4. An adhesive composition comprising: _ 

rndel°ofatTeS!*ato^^^^^^ ^"^^ ^° ^'"'^ ^ « 

b) 10 to 60 weight percent of a thermoplastic hydrocarbon resin derived from styrene, alpha-methylstyrene 
and/or vinyltoluene, and polymers, copolymers and terpolymers thereof; P a memyisiyrene, 

c) 5 to 25 weight percent of a compatible adhesive promoting tackHier selected from the group conslstina of 
terpene, terpene phenolic, modified terpenes. and combinattons thereof; and 

d) 10 to 40 weight percent wax with a melting point of about 130 to 180»F 

5. A carton, case or tray formed utilizing a hot melt adhesive composition said adhesive comprising: 

rndex°ofat^i?t*ato^^^^^ 

b) 10 to 60 weight percent of a thermoplastic hydrocarbon resin derived from styrene, alpha-methylstyrene 
and/or vinyltoluene, and polymers, copolymers and terpolymers thereof: pna memyisiyrene. 

c) 5 to 25 weight percent of a compatible adhesive promoting tackHier selected from the group consisting of 
terpene, terpene phenolic, modified terpenes and combinations thereof; and ssnngoi 

d) 10 to 40 weight percent wax with a melting point of about 1 30 to 1 70«F 

6. An adhesive composition comprising: 

mJtrndrcJ'^r^S;?^^^^^ 

SeS!^'^ si'rbi'!;^^ ""^'"^ ^'"^ ^ « 

c) 10 to 60 weight percent of a thermoplastic hydrocarbon resin derived from styrene. alpha-methylstyrene 
and/or vinyltoluene. and polymers, copolymers and terpolymers thereof- "leinyistyrene. 

d) 5 to 25 weight percent of a compatible adhesive promoting tackifier selected from the group consisting of 

lfc'S;«rTvH'^«rK"'^^' aliphatic hydrocarbons, aromatcally modJied 

aliphatic hydrocarbons, gum rosin, wood rosin, tall-oil rosin, distilled rosin, hydrogenated rosin dimerized 
rasin polymenzed rosin, the glycerol ester of natural rosins, the glycerol ester ofmoSified rosins the 
ythrito estere of natural rosins, the pentaerythritol esters of modified rosins, the glycerol ester of pale wood 
° °* hydrogenated rosin, the glycerol ester of polymerized rosin, the pentaerythritol eS 

of hydrogenated rosin, the phenolic-modified pentaerythritol ester of rosin and combinations thereof and 
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e) 10 to 40 weight percent wax with a melting point of about 130 to ISO^'F. 

7. A carton, case or tray formed utilizing a hot melt adhesive composition said adhesive comprising: 

a) 5 to 45 weight percent ethylene vinyl acetate with greater than 30 weight percent vinyl acetate and having a 
melt index of at least about 700; 

b) 5 to 25 weight percent ethylene vinyl acetate comprising less than 30 weight percent VA with a melt index 
of at least about 400; 

c) 10 to 60 weight percent of a thermoplastic hydrocarbon resin derived from styrene, alpha-methylstyrene. 
and/or vinyltoluene, and polymers, copolymers and terpolymers thereof; 

d) 5 to 25 weight percent of a compatible adhesive promoting tackifier selected from the group consisting of 
rosin, rosin derivatives, rosin esters, aliphatic hydrocarbons, aromatic hydrocarbons, aromatically modified 
aliphatic hydrocarbons, gum rosin, wood rosin, tall-oil rosin, distilled rosin, hydrogenated rosin, dimerized 
rosin, polymerized rosin, the glycerol ester of natural rosins, the glycerol ester of modified rosins, the pentaer- 
ythritol esters of natural rosins, the pentaerythritol esters of modified rosins, the glycerol ester of pale wood 
rosin, the glycerol ester of hydrogenated rosin, the glycerol ester of polymerized rosin, the pentaerythritol ester 
of hydrogenated rosin, the phenolic-modified pentaerythritol ester of rosin and combinations thereof ; and 

e) 10 to 40 weight percent wax with a melting point of about 130 to ISO^'R 

8. A carton, case or tray according to Claim 7 comprising: 

a) 20 to 25 weight percent ethylene vinyl acetate comprising 40 weight percent Vinyl acetate. Melt index 1000 
dg/min; 

b) 10 to 15 weight percent ethylene vinyl acetate comprising 28 weight percent Vinyl acetate, MeltJndex 800 
dg/min; 

c) 20 to 30 weight percent KRYSTALEX® 3100, lOO'^C Bali and Ring softening point; 

d) 1 to 10 weight percent rosin ester tackifier, softening point of lOO'^F; and 

e) 20 to 35 weight percent paraffin wax with melting point 150*^. 

9. A carton, case or tray according to Claim 5 conrtprising: 

a) 30 to 40 weight percent ethylene vinyl acetate comprising 40 weight percent Vinyl acetate, Melt index 1000 

dg/min; 

b) 20 to 30 weight percent KRYSTALEX® 3100. lOO'^C Ball and Ring softening point; 

c) 1 to 15 weight percent terpene phenolic; and 

(d) 20 to 35 weight percent paraffin wax with melting point ISO^F. 

10. A carton, case or tray according to Claim 7 comprising: 

a) 20 to 25 weight percent ethylene vinyl acetate comprising 40 weight percent Vinyl acetate. Melt index 1000 
dg/min; 

b) 10 to 15 weight percent ethylene vinyl acetate comprising 28 weight percent Vinyl acetate, Melt index 800 
dg/min; 

c) 20 to 30 weight percent KRYSTALEX® 3100, 100°C Ball and Ring softening point; 

d) 1 to 10 weight percent rosin ester tackifier, softening point 100*F; 

e) 1 to 10 weight percent hydrocartDon tackifier. softening point of 1 10*F; and 

f) 20 to 35 weight percent paraffin wax with melting point 1 50** R 
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